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differ markedly from one another in composition, that phase will first
appear the composition of which most nearly approaches to the composition
of the vapour.

If, however, the differences in composition are small, in consequence
of preferential nucleus formation liquid will as a rule first be formed,

FIG. 112.
and this liquid may remain for some time. If the liquid phase is
obtained first the rule already given will apply to this case.
Before proceeding further these results will be illustrated by P X
diagrams.
If the pseudo PTX diagram contains a eutectic line and if, for
example, a PX section is considered corresponding to a temperature
slightly below the metastable melting point under the vapour pressure
(see also Fig. 26), this diagram will furnish information as to what
will happen when a supersaturated vapour phase is transformed. In